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Job Number: 


11111111111111111111111111111111111 
Seq.#: 


1.0 


Machine Or Operation: 


PG 
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Description 
: 


PURCHASING 


I11111111111111111111111111111 


111111111111111 


round alum billet 


Comment: 
PURCHASING 


Issue P/O: 
~ 80:3 


a)Description: 
Alluminum 
round billet 


b) 03.500. 
x 12.500" long 


c) Tolerance 
on all dimensions 
are +0.030"1-0.000" 


d) Material: 7075-T7351 
(QQ-A-225/9) 


Material certification 
required 


D6103003P 
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Comment: 
Qty.: 
1.0000 Each(s)/Unit 
Total: 
40.0000 Each(s) 


alum billet 
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PACKAGING 1 
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Comment: 
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Receive & Inspect For Transit Damage 


Ensure material certification 
is attached 
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DESIGN 
DRAWN BY 
DART AEROSPACE LTD 
PI; 
HAWKESBURY. ONTARIO, CANADA 


CHECKE~ 
DRAWING NO. 
Rev. B 
D6103 
SHEET 1 OF 1 


DATE 
TITlE 
SCALE 


06.01.31 
ROUND BILLET, ALUMINUM 
NTS 


A 
01.04.10 
NEW ISSUE 


B 
06.01.31 
ADD D6103-003 


:>:ENGTH 


SPECIFICATION 
CONTROL 
DRAWING 


PURCHASE MATERIAL ACCORDING TO THE FOLLOWING TABLE. SPECIFY ALLOY, 
DIAMETER x LENGTH (+0.030/-0.000) AS SHOWN. 


TOLERANCE ON ALL DIMENSIONS IS +0.030/-0.000. 


ALL DIMENSIONS ARE IN INCHES. 


Part No. 
Alloy 
D 
Length 
(Diameter) 


D6103-001 
7075-T61T651 (QQ-A-200/11 OR QQ-A-225/9) 
03.250 
12.50 


D6103-003 
7075-T7351 (QQ-A-225/9) 
03.500 
12.50 


~ 


Copyright 0 2001 
by DART AEROSPACE LTD 
THIS DOCUMENT IS PRIVATE AND CONFIDENTIAL AND IS SUPPUED ON THE EXPRESS CONDITION THAT IT IS NOT TO BE USED FOR ANY PURPOSE OR COPIED 
OR COMMUNICATED TO ANY OTHER PERSON WITHOUT WRITTEN PERMISSION FROM DART AEROSPACE LTO. 


KAISER 
AL.UIlAINUItA 
FABRICATED 
PRODUCTS 


01-24848 
8808 


KAISER_~R'pE,R fIlUMJl!=R: lINI;ITHf;'I: 


1 
"..-:-;::,~ 


LENGTH: 


144.0 in. 
0.000 in. 


CERTIFIED TEST REPOR-T 


http://KaiserEngProd.com 


, 
Cold Finished Round 


LLOY: 


PRODUCT DESCRIPTION: 


MADE IN USA 


25525 


01/02/2007 


BtL NUMBER: 


SHIP DATE: 


CUSTOMER 
PART NUMBER: 


QUANTITY: 


7 pcs. 


1 


9841bs. 


SHIP TO: 


622336 


WEIGHT SHIPPED: 


Tennalum 
PO Box 669 
Jackson, 
TN 38302 
731-423-2811 


CUSTOMER 
PO NUMBER: 


M Castle & Co 
3400 No. Wolf Road 
Franklin PCilrk,IL 60131 USA 


A M Castle & Co 
3400 No. Wolf Road 
Franklin Park, IL 60131 USA 


Chemical Composition, WT. 
% 
(Aluminum Remainder) 


Test Code; 1000 AC 


COND 
% lACS 


38.9 
39.4 


Lot N~er 


20085882 
20086295: 


LONG. 
UTS 
ksi 


70.5 
71. 6 


LONG. 
YTS 
ksi 


58.6 
60.1 


Actual Physical Properties 


LONG. 
ELONG. 


% 


16.0 
15.0 


Si 
Fe 
Cu 
Mn 
Mg 
Cr 
Zn 
Ti 
OTHERS 
OTHERS 
Lot 
~ 
EACH 
TOTAL 


Actual 
:0.11 
0:28 
1.4 
b.03 
2.7 
0.19 
5.8' 
0.02 
20.085:882 
,",... 


Actual 
!O.12 
0.22 
1 :3. 
0.02 
2:] -_0.20 
5.8. 
:0.02 
200862$5. 


Max 
0.40 
0.50 
2.0 
0.30 
2.9 
0.28 
6.1 
0.20 
0.05 
0.15 


Min 
1.2 
2.1 
0.18 
5.1 


Standard: 
ISO 
Non-Standard: 
A97075-11-9 
CAS~ET'ALS 
FP 
DATE REC'D \ , 
.i1 
lAG O~~ 
~ 


APPROVED 
BY: 
~ 


CERTIFICATION 


I(aiser 
Aluminum 
& 
Chemical 
corporation 
("Kaiser") 
hereby 
certi fies 
that 
the 
metal 
shipped 
under 
this 
order 
has 
been 
inspected 
and 
testea 
and 
found 
in 
cdnforrnance 
with 
the 
applicable 
specifications 
forming 
a part 
of 
the 
description 
set 
forth 
in 
Kaiser's 
sales 
acknowledgement 
form. 
Any 
warranty 
is 
limited 
to 
that 
shown 
on 
Kaiser's 
general 
t~rms 
and 
conditiOns 
of 
sale. 
Test 
reports 
are 
on 
file, 
subject 
to 
examination. 


John 
Rennekamp, 
Quality 
Manager 
{l-r~-,\<-v.~1 
'-' 
Page 
1 
of 
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Plant Serial: 
80786 


Kaiser 
Order Number: 
622336 


Line 
Item: 
1 


K'AlSER 
ALUIVIINU/tA 
FABRICATED 
PRODUCTS 


Tennalum 
PO Box 6,69 
Jackson, 
iTN 38302 
731-423-2811 
MADE IN USA 


CERTIFIED 
TEST REPORT 
hUp:/IKaiserEngProd 
.com 


Miscellaneous 
Notes 
Made 
in 
USA 
This material 
was 
melted 
anumanufactured'in 
the 
USA. 
Mercury 
is-not 
~_ normal 
contaminant 
in.~lumrri;;;~ii~Y-s~~Nej;.:ther mercury 
nor 
any 
of 
its 
compounds 
were:'-ut~"liZ~ab:yKaiser 
Aluminu~ 
in the 
manufacture 
of 
this 
material. 
This 
material 
meets 
the; requirements 
of 
(cold 
finished) 
T73 
temper 
and 
QQ-A-225/9~ 
(CANCELLED). 
NAFTA 
- YES . 


•••" 


) 
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CERTIFICl"_TION 


Kaiser 
Aluminum 
/;Chemical 
COl'poration ("Kaiser") 
hereb" 
certifies 
that the IT,etal ~ 
d 
bee 
- 
d 
d 
J 
sUlppeunder 
this order has 
d 
n lnspecte 
an 
tes~ed .a~d found in conformance 
with the appllcable specifications 
forming a part of the 
escrlptlon 
set forth ln halser's 
sales acknowledgement 
form. Any warranty is limited t 
that shown on Kaiser's 
general 
terms 
and conditions 
of sale; Test reports are on file, subject to exa~ination.o. 


John 
Rennekamp, 
Quality 
Manager 
f'.~-''\<..._~'j; 
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